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CLAIMS: 




A high pressure discharge lamp, compri^ng: 
a quartz glass bulb; 

a conductive element which is airtigh^rfy sealed at a sealing portion of said 
quartz glass bulb; and 

5 a pair of electrodes, each electrode of said pair of electrodes being disposed in 

said quartz glass bulb so as to be opposite the other and each electrode of said pair of 
electrodes being connected to said con^ctive element, wherein 

a part of each electrode of said pair of electrodes is sealed with said quartz glass 
bulb at said sealing portion so asto generate a contacting portion formed by the part of 
10 each electrode of said pair of electrodes and said quartz glass bulb, and 

the maximum lengA, L^^^, of the contacting portion is defined as: 
L^3,(mm) ^ 2^0/(PXD);and 

the minimum length, L^i„, of the contacting portion is defined as: 
L^i„(mm) ^/o.8/(D^X 7c)or 

15 L (mm)/^ 0.7 whichever is longer, 

where D is the diameter (mm) of the corresponding electrode of said pair of electrodes 
and P is the po^er (W) supplied to the corresponding electrode of said pair of electrodes. 

2. A high pressure discharge lamp according to claim 1, wherein said conductive 



element is molybdenum foils. 



A high pressure discharge lamp according to claim 1, wherein 
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the maximum value, R^^, of the surface roughness of said pair of electrodes at 
the contacting portion is about 5 ju m or less, 

where R^^^ is the maximum of the absolute value of the difference between the distance 
5 from the axial center of each of said electrodes to a particular point on the surface of 
each of said electrodes and the mean value of the distance. 



in 



4. A high pressure discharge lamp according to claim 2, wherein the maximum 

value, R^^, of the surface roughness of said pair of electrodes at the contacting portion is 
in the range between about Ijim and 3 m. 



5. A method for sealing a bulb of a high pressure^ischarge lamp including a first 

electrode and a second electrode, said first and secoiM electrodes being disposed in said 
bulb having a first insertion opening and a secoiKl insertion opening so as to be opposite 
the other, comprising the steps of: 

disposing said first electrode at sain first insertion opening so that said first 
electrode is placed at a predetermined position in the axial direction; 

heating a predetermined porfion of said^^tihsertion opening while 
maintaining a pressure difiference/etween^e inside kid outside of said bulb; 

shrinking said predet^nnined po^ion^ jaid first insertion opening in a natural 
10 state so that a part of said first electrode is sealed with said predetermined portion; 

disposing said second electrode at said second insertion opening so that said 
second electrode is placed at a predetermined position in the axial direction; 

heating a predetermined portion of said second insertion opening while 
maintaining a p^ssure difference between the inside and outside of said bulb; and 
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shrinkink said predetermined portion of said second insertion opening in a 
natural state so thav^ part of said second electrode is sealed with said predetermined 
portion, wherein 

the length of\ contacting portion formed by sealing said part of said first 
electrode with said bul^ and by said part of said second electrode with said bulb, is in 
20 the range between: 

a maximum length, L^3^, defined as: 



25 



L„,3x(mm) ^ 24o/(PXD);an^^\^ 
length! L^,„, define^ as: ji 



a mimmum 

L^,„ (mm) ^ 0.8 /Vd' X n ) orV^ 
L^j„(mm) ^ 0.7 whichever is longer, 
where D is the diameter (mm) if said first electrode or said second electrode and P is the 
power (W) supplied to said firstVlectrode or said second electrode. 




K A high pressure discharge lamp, co^^rising: 

a quartz glass bulb; 

conductive elements, said coilductive elements being airtightly sealed at sealing 
portions of said quartz glass bulbyMd 
5 a pair of electrodes, eath electrode of said pair of electrodes being disposed so 

as to be opposite the other arid each of said electrodes being connected to one of said 
conductive elements, wh^ein 

of an en^ portion of each of said electrodes is about 5 m or less, 
where^3^ is the nj4ximum of the absolute value of the difference between the distance 
10 from the axial c^ter of each of said electrodes to a particular point on the surface of 
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^ eaf^ of said electrodes and the mean value of the distant 



7. A high pressure discharge lamp accordin^to claim 6, wherein said conductive 
elements are molybdenum foils. 

8. A high pressure discharge lamp aG6ording to claim 6, wherein 
the length of said end portion of each of said electrodes is in the range between 

about P/150 and P/100 mm from an exp of each of said electrodes along the length of 
each of said electrodes, 

where P is a supplied power to s^d high pressure discharge lamp in watts. 

9. A high pressure di^harge lamp according to claim 6, wherein the maximum 
value of the surface rou^iness of the end portion of each of said electrodes is about 3 jn 
m or less. 

10. A highy^ressure discharge lamp according to claim 6, wherein the maximxim 
value of the sjirfacG roughness of the end portion of each of said electrodes is about 1 // 
m or less. 



11. / A high pressure discharge lamp according to claim 6, wherein the maximum 
vali/e of the surface roughness of the end portion of each of said electrodes is about 0.5 
m or less. 



12. 



A high pressure discharge lamp according to claim 6, wherein the maximum 
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value of the surface roughness of a portion other than the end portion of each of said 
electrodes is in the range between about 5 m and 12 m. 

13. A high pressure discharge lamp according to claim 6, wherein the maximum 
value of the surface roughness of a portion other than the end portion of each of said 
electrodes is in the range between about 7 /i m and 9 jtx m. 

14. A high pressure discharge lamp according to claim 6, wherein 

mercury vapor is contained in the high pressure discharge lamp in an amount 
between about 0.12 and 0.3 mg/mm\ 

15. A high pressure discharge lamp according to claim 6, wherein 

a halogen gas is contained in the high pressure discharge lamp in an amount 
between about 10"^ and 10*^ ix mol/mm\ 

16. A high pressure discharge lamp according to claim 6, wherein 

an inert gas is contained in the high pressure discharge lamp vsrith a pressure of 
about 6 kPa or more. 

1 7. A high pressure discharge lamp according to claim 6, wherein said pair of 
electrodes comprises tungsten containing potassium oxide. 

1 8. A high pressure discharge lamp according to claim 6, wherein the bulb wall 
loading in the high pressure discharge lamp is about 0.8 W/mm^ or more. 
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1 9. A high pressure disdj^e lamp according to claim 6, wherein the end portion 
of each of said electrode^^ias a surface, said surface being polished by a composite 
electrolytic polishing^ethod. 
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